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XVI. ASiual Fire and Detonation produced 
by the ContaSi of Tin-foil, with the Salt 
compofed of Copper and the Nitrous 
Acid, By B. Higgins, M^ D. Communis 
€ated by R. Brocklefby, M. D. F % R. S> 
and of the Royal College of Phyfieians 
in London. 



Read Dec. 24, 177^0 E VER AL pieces of thin (heet- 
and Jan. 28, 177* j^ copper, placed vertically, and 

at a fmali diftance from each other, in the itrong 
nitrous acid diluted with half its quantity, or 
more, of water, and fuffered to remain in a clofe 
veflel, until the acid is faturated, afford a crystalline 
blueifh green fait, which is to be feparated from the 
undiflblved copper andthefuperfluent green liquor, 
and kept in a well-corked bottle ; becaufe, on ex- 
pofure to the air, it deliquefces. 

This fait, taken moirt, but not very wet, and 
beaten to the finenefs of balket fea-falt, in a mor- 
tar, is to be ftrewed to the thicknefs of a (hilling, 
on a piece of tin-foil, twelve inches in length 
and three in breadth, 

Then the foil is to be inftantly rolled up, fo as 
to include the fait, as it lay, between the coils* 
The ends are to be* fhut by pinching them toge- 
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fiber, and the whole is to be prefled flat and 
clofe. 

All this being done as quickly as poffible, the 
firft phenomenon is — -A part of the fait deli- 
quefces. 

2d. This part, impregnated with tin, changed 
in colour, and of a thicker confiftence, begins 
to froth forth from the ends of the coil. 

3d. A ftrong frothing, accompanied with mo- 
derate warmth. 

4th. The emiffion of copious nitrous fumes. 

5th. Heat intolerable to the fingers. 

6th. Explofion and fire* which burfl* and fufe 
the tin-foil in feveral places, if it be very thin.. 

After many conje&ures and experiments, I dis- 
covered a property in the cupreous fait, from 
which, and the known affinities of the bodies 
concerned, thefe appearances, however new and 
lingular, may be accounted for. 

The cupreous fait properly dried and placed 
where it may receive a heat, not much greater 
than what the hand can bear, takes fire. The 
circumftances which favour this ignition, and con- 
tribute to produce it in the fmalleft degree of heat, 
concur in the following convenient method of 
trying the experiment. 

A piece of foft bibulous paper is to be dipped 
in the nitrous folution of copper, and dried be- 
fore the fire two or three times alternately. Then 
it is to be approached towards the heat,, as near 
as can be borne*, by the hand which holds it with- 
out pain : there, if it has been fufficiently dried, 
it will prefently catch fire, and burn to a brown 
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The eafy ignition of the fait in a flight heat 
being thus afcertained, there is no room to doubt 
that the foregoing phenomena are produced in 
the following manner. 

The acid of the liquor, which moiftened the 
fait, quits the copper to unite with the tin, leav- 
ing the water to be imbibed by the contiguous fait 
of copper, which then diflblves, and adts brifkly 
on the tin-foil. 

It is well known that the adion of the nitrous 
acid on tin is always accompanied with confider- 
able beat and efFervefcence, and that the folution 
of metallic falts in watry liquors is haftened by 
heat. 

In our experiment, the warmth generated by 
the firft a&ion of the cupreous folution, promotes the 
deliquefcence of the cryftallized fait. The union 
of the acid with the tin is rapid, not only as being 
afTifted by heat, but on account of the great fur- 
face expofed; whence the ftrong frothing, and 
the extraordinary heat, by which the redundant 
moifture is carried away, and the undecompofed 
part of the cupreous fait, together with that lately 
formed with the tin, perfectly dried. 

The heat generated upon both furfaces of a 
large expanfe of tin, is concentrated by clofely 
coiling it into a fmall compafs, and being retained 
by the various furrounding laminse of metal, it is 
neceflarily accumulated to a quantity, which, if 
we may judge from the touch, is more than fuf- 
ficient to fire the dry cupreous fait. 

The fait formed with tin, and the nitrons acid, 
burns and fparkles in a red heat. Catching fire, 
therefore, from the ignited cupreous fait, it burns 
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with k, and affifts in the detonation, which is 
common to all nitrous compofitions in fimilar 
circumftances. 

If the fait be very wet, there will not be much 
fire or explofion, becaufe the heat will be diffipated 
before the fait can be fufficiently dried in every 
part. 

If the fait be not moift, it cannot commence 
the aftion which is neceffary ; and there will be 
no fire, becaufe there can be no hafty fblution of 
the tin to give the requifite heat. 

If the tin and fait be not coiled up in due time> 
there will be very little heat and no fire ; becaufe, 
the diffipation of the heat from a broad expanfe, 
keeps pace with the generation of it ; and as the 
moifture exhales quickly in this manner, there is 
none left to renew the a&ion on the tin and confe- 
quent heat, when the proper time of coiling has 
elapfed. 

A piece of tin-foil, larger than that I have de~ 
fcribed, cannot eafily be managed ; fmaller pieces 
give lefs fire in the direft proportion of their fur- 
faces, and the quantity of fait which they can, at 
the fame inftant, reduce to the required ftate of 
drynefs. 

The fudden diffipation of the moifture appears 
to me the moft curious of thefe phenomena. To 
sender it the more obfervable, I made the following 
experiments. 

I placed a piece of tin-foil, twelve inches long 
by two broad, loofely coiled, and ffcanding verti- 
cally on the flatted end, in half a table-fpoonful 
of the faturated folution of copper in the diluted 
nitrous acid, and found that icarce five feconds 
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elapfed from the time, when a brifk effervefcence, 
accompanied with weak nitrous fumes, arofe, until 
the liquor became a confiftent mafs, and fparks of 
fire iflued from the coils of tin ; which having 
attracted part of the folution above the common 
level, brought it into the condition in which it is 
readily dried, heated, and fired. 

A like quantity of the fame folution, kept in a 
ftrong boiling heat, does not acquire fuch con- 
fiftence in a ten-fold fpace of time. 

The hafty exhalation, therefore, is not caufed 
by the heat alone ; neither does it feem to require. 
any great furface. What elfe it is owing to, I 
commit for a while to the examination of the cu- 
rious. 
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